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The invention pertains to a process for the dyeing of polyamide fiber mixtiores which 
contain regularly stainable polyamide fiber materials and acid-modified polyamide fiber 
materials, with dye mixtures of acid dyes and cationic dyes, characterized in that before, 
during, or after the dyeing, at least one manganese(n) compound is added to the bath. The 
dyed materials obtained in this way show good light fastness. 
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Specification 

The present invention pertains to a process for achieving muhicolored effects on mixtures 
of different dyeable polyamide fiber materials in the presence of manganese compounds, 
which yields dyed materials with improved light fastness, and the polyamide fiber material 
treated with this. 

Polyamide fiber materials are thermally and/or photochemically sensitive. The 
polyamide fiber can be damaged by the influence of light and/or heat. 

For many applications it is necessary to give the polyamide fiber material a matte surface 
appearance, which is achieved industrially by introducing titanium dioxide pigments. 
Polyamide fiber materials pigmented in this way have proved particularly sensitive. 

The goal of the present invention is to reduce the thermal and/or photochemical 
instability of polyamide fiber materials to achieve high light fastness, good care resistance, 
and aging resistance. 

It has now been found that by dyeing polyamide fiber mixtures that consist of regularly 
dyeable polyamide fiber materials and acid-modified polyamide fiber material with dye 
mixtures of acid dyes and cationic dyes in the presence of manganese(n) compounds, 
thermal and/or photochemical instability can be eliminated completely or at least to a great 
extent and improved light fastness is achieved. 

Therefore the invention pertains to a process for the dyeing of polyamide fiber mixtures 
that contain regularly dyeable polyamide fiber materials and acid-modified polyamide fiber 
materials with dye mixtures of acid dyes and cationic dyes, which is characterized in that 
before, during, and after the dyeing, at least one manganese(n) compound is added to the 
bath. 

Surprisingly the dyed materials obtained with the process in accordance with the 
invention show improved light fastness and improved tear resistance. 

As manganese(II) compounds in the process in accordance with the invention, all 
inorganic and organic salts as well as Mn(II) complex compounds come under consideration. 
The following may be mentioned as examples of inorganic salts: chlorides, acetates, 
phosphates, nitrates, and sulfates. The following may be mentioned as examples of organic 
salts: formates, oxalates, and lactates. Examples ofMn(n) complex compoimds may 
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include: Mn(II) complexes of citric acid, ethylenediaminetetraacetic acid, or phosphono- 
alkane-polycarboxycylic acids. 

The Mn(II) compounds mentioned may also be used in arbitrary mixtures with one 
another. 

The Mn(II) compoimds may be added to the dye bath before, during, or after the dyeing 
process. 

It has proven particularly advantageous to add the Mn(n) compounds to the dye bath 
during the dyeing process. The Mn(II) compounds are advantageously added to the dye bath 
m quantities of 0.01 to 5 g/1, especially 0.1 to 1 g/1, preferably 0.1 to 0.7 g/1. 

For the process in accordance with the invention, as acid dyes for example the dyes 
specified in the Colour Index, Third Edition of 1971, vol. 1, under C.I. Acid Dyes on pages 
1003 to 1561 and in the supplements to this are suitable. 

For the process in accordance with the invention as cationic dyes for example those dyes 
listed in the Colour Index, Third Edition of 1971, vol. 1, under CI. Basic Dyes on pages 
161 1 to 1688 and in the supplements are suitable. 

The acid dyes and the cationic dyes that are used in the process in accordance with the 
invention are known and can be produced according to known methods. 

Chemically, the cationic dyes are dyes that have a colored (chromophor-containing) 
cation, especially a quaternary nitrogen atom, and a colorless anion. The dyes are present in 
the form of a salt of an inorganic or organic acid. They belong to a great variety of chemical 
classes; for example this may involve sulfates, chlorides, acetates, or methylsulfates of azo 
dyes, such as monoazo-, disazo-, and polyazo dyes; anthraquinone dyes; phthalocyanine 
dyes, diphenylmethane and triarylmethane dyes, methane, polymethine, azomethine, and 
azacyanine dyes; thiazole, ketonimine, acridine, cyanine, nitro, quinoline, benzimidazole, 
xanthene, azine, oxazine, and thiazine dyes. Preferred cationic dyes are those that contain a 
quaternary nitrogen atom in a hetereocyclic ring; however, cationic dyes may also be used 
which contain the quatemary nitrogen atom on an alkyl chain. 

As examples of cationic dyes that can be used in the process in accordance with the 
invention, the following come under consideration: 
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The acid dyes involve water-soluble dyes> which usually contain one or more water- 
solubilizing groups, especially sulfonic acid groups. 

The acid dyes generally exist in the form of salts. As salts, especially alkali salts, 
particularly sodium, potassium, or lithium salts, and ammonium-containing salts, for 
example, anmionium or tetraalkylammonium salts, come under consideration. 

The acid dyes can belong to a great variety of classes, for example azo dyes, such as 
monoazo-, disazo-, and polyazo dyes; anthraquinone dyes, phthalocyanine dyes, 
diphenylmethane and triarylmethane dyes; methane, polymethine, and azomethine dyes. 

As examples of acid dyes that can be used in the process in accordance with the 
invention, for example, the following come under consideration: 



EP735 181 A2 



5 



TWSPAGEBLAMKluwtw 



THIS PAGE BLANK (WWW 



o 



HN 



NHCOCH3 



The dyeing in accordance with the process of the invention generally takes place under 
the conditions for dyeings on synthetic polyamide with cationic dyes and acid dyes. A 
temperature between 30 and 130°C, especially between 50 and 98^C, has proven suitable as 
the dyemg temperature. The pH is usually between 3.5 and 7.0, wherein it is particularly 
advantageous to modify the pH during dyeing in the direction of acid pH. 

A preferred embodiment of the process in accordance with the invention is characterized 
in that a complexing agent that can form a complex with the Mn^^ ions is added to the dye 
bath. As complexing agent, the following compounds have proven suitable: gluconic acid, 
polyaminopolycarboxylic acid, tripolyphosphates, orthophosphates, phosphonic acid, 
phosphonoalkanepolycarboxylic acids, citric acid, ethylenediaminetetraacetic acid. 

Likewise preferred is an embodiment of the process in accordance with the invention 
which is characterized in that a balancing agent is added to the dye bath. As the balancing 
agent, for example, commercial balancing agents come under consideration, as are suggested 
for example in EP-A-0 089 004. 

Preferably the following compounds are used as balancing agents: compounds of the 
formula 



R-N 



^ (CH2CH20)„^-H 
\ (CH2CH20)n-H 



0). 
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wherein R represents C8-C22-alkyl. C8-C22-alkenyl or C8-C22-cycloalkenyl; especially R-N is 
the tallow fatty amine radical, and m+n is 2 to 25, especially 2 to 15; or the formula 



y (CH2CH20)m -S03M 

R-N (H), 
\ {CH2CH20)n-S03M 



wherein R represents C8-C22-alkyl, C8-C22-alkenyl or C8-C22-cycloalkenyl, in particular R-N 
is the radical of tallow fatty amine, m+n is 2 to 25, especially 2 to 15, and M is hydrogen, 
alkali metal or ammonium; 
Compoimds of the formula 

^^(CH2CH20)p - SO3M 

Ri-N (in) 

i ^ (CH2CH20)q - SO3M 
CH3 

wherein Rj represents C8-C22-alkyl, C8-C22-alkenyl or C8-C22-cycloalkenyl, especially a C20- 
C22-hydrocarbon radical and p+q =15-60, especially 20 - 40, preferably 34, and M is 
hydrogen, alkali metal or ammonium; 
Compounds of the formula 

R,-N — CH,- CH,- N - CHo- CH,- N - (CHgCHgO) H 

I /.L. CH2CH-OH 

(CHgCHaOj^H 

CH-OH ,, 



6 




(X + y = 70 - 150) 
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wherein R\ represents C8-C22-alkyl, C8-C22-alkenyl or C8-C22-cycloalkenyl, especially 
compounds of the formula 

CieHarN — CHg- CHg- N - CHg- CHg- N - (CH^CHgO) H 



In addition, mixtures of the components mentioned are also significant as balancing 
agents. The dye bath can also contain additional customary auxiliaries, for example wetting 
agents, deaerating agents, and/or antifoam agents, etc. 

The application of the manganese(II) compounds can take place continuously or 
batchwise. 

In the process in accordance with the invention, carpets are preferably made of mixtures 
of acid-modified polyamide fiber material and regular polyamide fiber material, wherein the 
latter can be used in various deep-dyeable types. 

The dyeing process takes place in a marmer known in and of itself. 

In dyeing according to the extraction process, the bath ratio can be selected within a 
broad range, e.g. 1 :2 to 1 : 1 00, preferably 1 : 1 0 to 1 :40. It is advantageous to work at a 
temperature of 30 to 130°C, preferably 50 to 98°C. 

In dyeing according to the continuous process, the bath application rate advantageously 
amounts to 40 to 700, preferably 40 to 500 percent by weight, followed by a steaming 
process, e.g. at 100**C for 5 minutes. 

After the end of the dyeing process, the dyed products produced are washed and dried in 
the usual way. 

According to the present invention, dyed materials with good thermal and/or 
photochemical stability are obtained. 

As dyes to be stabilized in accordance with the invention, those come under consideration 
which are produced fi-om acid dyes and cationic dyes, especially axo and anthraquinone dyes. 




(x + y sca. 100) 
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Polyamide fiber material in the process according to the mvention is defined as a mixture 
of synthetic polyamide material, especially polyamide-6 or polyamide-66 in a mixture with 
acid-modified polyamide fiber material, i.e., basically dyeable polyamides. Fundamentally 
&e polyamide material can exist in a great variety of processing forms, for example as fibers, 
yam, woven materials, knitted materials, nonwoven materials, or floe materials. Polyamide 
carpets are preferred. The polyamide fiber material made of regular and acid-modified 
polyamide can exist in any desired mixing ratio. Mixtures of these polyamide fiber materials 
in a 10:1 to 1:10 ratio, especially 25:75 to 75:25 and advantageously 40:60 to 60:40, are 
preferred. 

The examples that follow will illustrate the invention. "Parts" means parts by weight and 
"percent" means percent by weight. Temperatures are given in degrees Celsius. The percent 
by weight values given pertain to the fiber weight used. 



Two samples, 20 g each, of a prewashed polyamide carpet are prepared; the pile has a 
weight of 500 g/m^ and consists of 50 wt % regularly dyeable polyamide fiber material and 
50 wt % basically dyeable polyamide fiber material of 1300 dtex. These samples are dyed in 
bombs [for example in a Labomat® from the firm of Mathis, Niederhasli, Switzerland], 
wherein the bath ratio is 1 :25. For both dyeings, first a bath of the following composition is 
prepared: 

1 g/1 of the dye auxiliary of the formula 



Example 1: 




(x + y = ca. 100) 
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and 1 wt % acetic acid (80%). The following dyes are dissolved in the baths: 0.05 wt % of a 
1 : 1 mixture of the dyes of the formulas 




(101) 



(102) 




EP735 181 A2 



11 



0.05 wt % of the dye of the formula 




The bath is separated into two portions. Bath 1 remains unchanged, but on the other hand 
bath 2 is treated with 0.5 g/1 manganese(ll) acetate. 

The carpet samples are placed in the baths, heated to 40X, and the dyeing is begun. 
First, heating is performed at a rate of 2^C/min to 95^C, then the dyeing is performed for 60 
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minutes at this temperature, followed by cooling, cold rinsing, centrifugation, and drying at 
100°C. 

The product is a carpet with an orange/blue pattem. The separation of the two colors is 
excellent on both samples. 

The light fastness is determined.for the two samples according to ISO standard 105-B02 
and AATCC 16E. The following results are obtained: 



Carpet dyed with 


Light fastness ISO 105-B02 
after 300 hours 


Light fastness AATCC 16E 
after 150 hours 


Dye bath 1 


5 


3 


Dye bath 2 


6-7 


3-4 



The light fastness readmgs according to ISO 105-B02 are deterniined with the blue scale, 
and the light fastness readings according to AATCC 16E are determined with the gray scale. 

It is apparent from the illuminated patterns that the improvement of the light fastness 
particularly pertains to the basically dyeable part, since this dominates the design because of 
its color (orange). 

Addition of Mn(II) ions brings about an improvement of the light fastness. 
Example 2: 

20 g of a prewashed polyamide carpet are prepared, the nap of which consists of fibers 
dyeable with basic and acid dyes in a 1 :1 ratio. The dyeing is performed as in example 1, but 
the following dye combination is used: 

0.002 wt % of the 1 :1 dye mixture of the dyes of formulas (101) and (102), 

0.01 wt % of the dye of formula (103), 

0.04 wt % of the dye of formula 
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(108), 



0.22 wt % of the dye of formula (104), 
0.18 wt % of the dye of formula (105) and, 

0.26 wt % of the 3:1 dye mixtures of the dyes of formulas (106) and (107). 

The dye bath 3 remains analogous to dye bath 1 without addition of Mn(n) ions, whereas 
3 wt % of the following compound are added to dye bath 4 : Mn(II) complex of the 
tetrasodium salt of ethylenediamine tetraacetic acid. 

The preparation and drying of the dyed material takes place as indicated in example 1 . 

The determination of the light fastness of the two samples takes place according to ISO 
standard 105-B02 and AATCC 16E. The following results are obtained: 



Dyeing with 


Light fastness ISO 105-B02 
after 300 hours 


Light fastness AATCC 16E 
after 150 hours 


Dye bath 3 


4-5 


3 


Dye bath 4 


6 


4 



The light fastness readings according to ISO 105-B02 are determined with the blue scale 
and the Ught fastness readings accordmg to AATCC 16E are determined with the gray scale. 

It is apparent from the illuminated pattems that the improvement pertains exclusively to 
the basically dyeable portion. 

If the procedures specified in examples 1 and 2 are followed, and instead of the dyes 
indicated there, those of the following formulas are used, dyed materials with improved light 
fastness are likewise obtained: 
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Claims 

1 . Process for dyeing polyamide fiber mixtures that contain regularly dyeable polyamide 
fiber materials and acid-modified polyamide fiber materials, with dye mixtures of acid 
dyes and cationic dyes, characterized in that before, during, or after dyeing, at least one 
manganese(II) compound is added to the bath. 

2. Process in accordance with claim 1, characterized in that inorganic or organic salts or 
Mn(II) complex compounds are used as the manganese(II) compoimds. 
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3. Process in accordance with claim 2, characterized in that manganese chlorides, acetates, 
phosphates, nitrates or sulfates are used. 

4. Process in accordance with claim 2, characterized in that manganese formates, oxylates, 
or lactates are used. 

5. Process in accordance with claim 2, characterized in that as the manganese(II) complex 
compoimds, Mn(II) complexes of citric acid, ethylenediaminetetraacetic acid, or 
phosphoalkanepolycarbocylic acid are used. 

6. Process in accordance with one of the claims 1-5, characterized in that mixtures of the 
Mn(II) compounds are used. 

7. Process in accordance with the claims 1-6, characterized in that the manganese(II) 
compounds are used in a quantity of 0.01 to 5 g/1, especially 0.1 to 1 g/1 and preferably 
0.1 to 0.7 g/1. 

8. Process in accordance with one of the claims 1-7, characterized in that a complexing 
agent is added to a dye bath containing an Mn(II) compound. 

9. Process in accordance with one of the claims 1-8, characterized in that the dyeing is 
performed in the presence of a balancing auxiliary. 

10. Process in accordance with one of the claims 1-8, characterized in that at least one 
manganese(II) compoimd is added to the bath during dyeing. 

1 1 . The polyamide fiber material obtained by the process in accordance with claim 1 . 

12. Process in accordance with one of the claims 1-9, characterized in that the manganese(II) 
compounds are applied to the fibers according to an extraction or continuous process. 
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Beschr ibung 

Die vorllegende Erfindung belrifft ein Verfahren zur Erzielung von Mehrfarbeneffekten auf Mischungen verschieden 
anfarbbarer Polyamidfasermaterialien in Gegenwart von Mangan-Verbindungen. welches Farbungen mit verbesserter 
Lichtechtheit liefert. und das damit behandelte Polyamidfasernnalerial. 

Polyamidfasermaterialien sind thermisch und/oder photochemisch sensibel. Durch Licht- und/oder Warmeeinwir- 
kung kann die Polyamidfaser geschadigt werden. 

Fur viele Verwendungszwecke muss das Polyamidfasermaterial mattiert sein, was technisch durch Einbringen 
von Titandioxidpigmenlen erzielt wird. Derartig pigmentierte Polyamidfasermaterialien haben sich als besonders sen- 
sibel erwiesen. 

Aufgabe der vorliegenden Erfindung ist es die thermische und/oder photochemisch e Instabilitat von Polyamidfa- 
sermaterialien zu vermindern. um hohe Lichtechtheiten. eine gute Reissfestigkeit und eine gute Alterungsbestandigkeit 
zu erzielen. 

Es wurde nun gefunden. dass durch Farben von Polyamidfasermischungen. welche aus regular anfarbbaren Po- 
lyamidfasermaterialien und sauermodifizierten Polyamidfasermaterialien bestehen. mit Farbstoffmischungen aus Sau- 
refarbstoffen und kationischen Farbstoffen in Gegenwart von Mangan(ll)-Verbindungen die thermische und/oder pho- 
tochemische Instabilitat ganz Oder zumindesl in grossem Masse beseitigt werden kann und eine verbesserte Licht- 
echtheit erreicht wird. 

Die Erfindung betrifft daher ein Verfahren zum Farben von Polyamidfasermischungen. welche regular an farbbare 
Polyamidfasermaterialien und sauer modifizierte Polyamidfasermaterialien enthalten. mit Farbstoffmischungen aus 
Saurefarbstoffen und kationischen Farbstoffen, welches dadurch gekennzeichnet ist. dass vor, wahrend oder nach 
dem Farben dem Bad mindestens eine Mangan {ll)-Verbindung zugesetzt wird. 

Gberraschenderweisezeigen die mit dem erfindungsgemassen Verfahren erhaltenen Farbungen eine verbesserte 
Lichtechtheit und eine verbesserte Reissfestigkeit. 

Als f^angan(ll)-Verblndungen kommen in dem erfindungsgemassen Verfahren alle anorganischen und organi- 
schen Saize sowie Mn(ll)-Komplexverbindungen in Betracht. Als Beispiele fur anorganische Saize seien genannt: 
Chloride, Acetate. Phosphate. Nitrate und Sulfate. Als Beispiele f Or organische Saize seien genannt: Formiate, Oxalate 
und Lactate. Als Beispiele fur Mn(ll)-Komplexverbindungen seien genannt: iy/ln(ll)-Komplexe der Zilronensaure, Athy- 
lendiamintetraessigsaure oder Phosphono-alkan-polycarbonsauren. 

Die genannlen Mn(ll)-Verbindungen konnen auch in beliebiger Mischung untereinander eingesetzt werden. 

Die Mn(ll)-Verbindungen konnen dem Farbebad vor, wahrend oder nach dem Farbevorgang zugesetzt werden. 

Es hat sich als besonders vorteilhaft erwiesen, die Mn(ll)-Verbindungen wahrend des Farbevorgangs dem Farbe- 
bad zuzusetzen. Die Mn(ll)-Verbindungen werden vorteiihafterweise in Mengen von 0.01 bis 5 g/l, insbesondere 0,1 
bis 1 g/l. vorzugsweise 0,1 bis 0.7 g/l dem Farbebad zugesetzt. 

Fur das erfindungsgemasse Verfahren eignen sich afs Saurefarbstoffe z.B. die im Colour Index, 3. Edition von 
1971, Volume 1, unter C.I. Acid Dyes auf den Seiten 1003 bis 1561 sowie auch in den Erganzungsbanden dazu an- 
gegebenen Farbstoffe. 

Fur das erfindungsgemasse Verfahren eignen sich als kationische Farbstoffe z.B. die im Colour Index. 3. Edition 
von 1971. Volume 1. unter C.I. Basic Dyes auf den Seiten 1611 bis 1688 sowie auch in den Erganzungsbanden dazu 
angegebenen Farbstoffe. 

Die Saurefarbstoffe und die kationischen Farbstoffe. die in dem erfindungsgemassen Verfahren verwendet werden. 
sind bekannt und konnen nach bekannten Methoden hergestellt werden. 

Es handeit sich bei den kationischen Farbstoffen dabei chemisch um Farbstoffe, die ein farbiges (chromophorhal- 
tiges) Kation. insbesondere ein quaternares Stickstoffatom, und ein farbloses Anion enthalten. Die Farbstoffe llegen 
in Form eines Salzes mit einer anorganischen oder organischen Saure vor. Sie gehoren den verschiedensten chemi- 
schen Klassen an; beispielsweise handeit es sich um Sulfate, Chloride. Acetate oder Methylsulfate von Azofarbstoffen. 
wie Monoazo-, Disazo- und Polyazofarbstoffen. von Anthrachinonfarbstoffen. Phthalocyaninfarbstoffen. von Diphenyl- 
methan- und Triarylmethanfarbstoffen. von Methin-. Polymethin-. Azomethin- und /Vzacyaninfarbstoffen, von Thiazol-. 
Ketonimin-. Acridin-. Cyanin-, NItro-. Chinolin-. Benzimidazol-. Xanthen-, Azin-Oxazin- und Thiazinfarbstoffen. Bevor- 
zugte kationische Farbstoffe sind solche. die ein quaternares Stickstoffatom in einem heterocyclischen Ring enthalten; 
es konnen aber auch kationische Farbstoffe verwendet werden. die das qualernare Stickstoffatom an einer Alkylkette 
enthalten. 

Als Beispiele fur kationische Farbstoffe, die in dem erfindungsgemassen Verfahren eingesetzt werden konnen. 
kommen z.B. in Betracht: 
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Es handelt sich bei den Saurefarbstoffen um wasserlosliche Farbstoffe. die meist eine oder mehrere wasserlos- 
'*o lichmachende Gruppen. insbesondere Sulfonsauregruppen. enthalten. 

Die Saurefarbstoffe liegen in der Regel ais Saize vor. Ais Saize kommen insbesondere Alkalisaize, insbesondere 
Natrium-, Kaliunn- oder Lithiumsalze. und ammoniumhaltrge Saize, z.B. ais Ammonium- oder Tetraalkylammoniumsal- 
ze. in Betrachl. 

Die Saurefarbstoffe konnen den verschiedensten Klassen angehoren, wie z.B. Azof arbstof fen. wie Monoazo-, 
Disazo- und Polyazofarbstoffen, Anthrachinonfarbstoffen, Phlhalocyaninfarbstoffen, Diphenylmethan- und Triarylme- 
thanfarbstoffen. Methin-. Polymethin-, Azomelhinfarbstoffen. 

Ais Beispiele fur Saurefarbstoffe. die in dem erfindungsgemassen Verfahren eingesetzl werden konnen, kommen z. 
B. in Betracht: 
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10 NHCOCHg 



Die Farbung gemass dem erfindungsgemassen Verfahren erfolgt in der Regel unler den fur Farbungen auf syn- 
thetischem Potyamid mit kationischen Farbstoffen und Saurefarbstoffen ubiichen Bedingungen. Als Farbetemperatur 
hat sich eine Temperatur zwischen 30 und 130°C. Insbesondere zwischen 50 und 96*C als geeignet erwiesen. Der 
IS pH-Wert liegt ubiicherwelse zwischen 3.5 und 7.0, wobei es besonders vorteilhaft ist. den pH-Wert wahrend des Far- 
bens in Richtung saueren pH-Werl zu andern.. 

Eine bevorzugte Ausfuhrungsform des erfindungsgemassen Verfahrens ist dadurch gekennzeichnet, dass man 
dem Farbebad einen Komplexbildner. der mit den Mn2+-lonen einen Komplex bilden kann. zusetzt. Als Komplexbildner 
haben sich die folgenden Verbindungen als geeignet erwiesen: Gluconsaure. Polyaminopolycarbonsauren. Tripoly- 
20 phosphate, ortho-Phosphate, Phosphonsaure, Phosphono-alkan-polycarbonsauren. Zitronensaure. Athylendiaminle- 
traessigsaure. 

Ebenfalls bevorzugt ist eine Ausfuhrungsform des erfindungsgemassen Verfahrens. welche dadurch gekennzeich- 
net ist, dass man dem Farbebad ein Egalisiermittel zusetzt. Als Egalisiermittel kommen z.B. handelsObliche Egalisier- 
hilfsmittel in Betracht, wie sie z.B. in der EP-A-0 089 004 angegeben sind. 
25 Vorzugsweise werden folgende Verbindungen als Egalisierhilfsmittel eingesetzt: Verbindungen der Formel 

y (CH2CH20)m-H 
\ (CH2CH20)n - H 

worin R fur C3-C22-Alkyl. C3-C22-Alkenyl oder Cg-C22-Cycloalkenyl stehl. insbesondere ist R-N der Rest des Talgfelt- 
amins, und m+n ist 2 bis 25. insbesondere 2 bis 15; Oder der Formel 

35 ^ (CH2CH20)fn - SO3M 

f^ N. (II), 
\ (CH2CH20)n - SO3M 

40 worin R fur Ce-C22-Alkyl. C8-C22-Alkenyl oder Ca-Cga-Cycloalkenyl steht, insbesondere ist R-N der Rest des Talgfett- 
amins. m+n ist 2 bis 25. insbesondere 2 bis 15, und U. Wasserstoff. Alkalimetall oder Ammonium ist; 
Verbindungen der Formel 



^^(CH2CH20)p-S03M 



Ri - N (III) 
(CH2CH20)q - SO3M 



CH3 

so worin R^ fur C8-C22-Alkyl. Cg-Cga-Alkenyl oder CQ-C22-Cycloalkenyl steht. insbesondere fur einen C2o-C22-Kohlen- 
wasserstoffrest und p+q =15-60. insbesondere 20 - 40, vorzugsweise 34 ist. und M Wasserstoff, Alkalimetall oder 
Ammonium ist; 

Verbindungen der Formel 
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R N — CH,- CH,- N - CH,- CHo- N - (CHoCHoO) H 
I I I 





CH2CH-OH 

(IV) 



(X + y = 70 - 150) 

worin R, (Or Cg-Cgj-Alkyl. C3-C22-Alkenyl Oder Cs-Cgg-Cycloalkenyl steht, insbesondere Verbindungen der Formel 
C18H37-N — CH2- CHg- N - CH2- CHg- N - (CHjCHgO) H 



I 



CH-OH 





(V). 



(x + y = ca. 100) 

Ferner sind auch Mischungen der genannten Komponenten als Egalisierhilfsmittel von Bedeutung. Das Farbebad 
25 kann auch weitere ubiiche Hilfsmittel z.B. Netzmittel. Enlluftungsmittel und/oder Antischaummittel usw. enlhalten. 

Die Applikation der Mangan(ll)- Verbindungen kann kontinuierlich Oder diskontlnuierlich erfolgen. 

Bevorzugt sind in dem erfindungsgemassen Verfahren Tepplche aus Mischungen von sauer modifizierlem Poly- 
amidJasermaierial und regularem Polyamidfasermaterlal, wobei letzteres in verschieden tief anfarbbaren Typen ein- 
geselzl werden kann. 
00 Der Farbevorgang erfolgt in an sich bekannter Weise. 

Beim Farben nach Auszleh verfahren kann das Flottenverhaltnis innerhalb eines weiten Bereiches gewahit werden, 
z.B 1:2 bis 1:100, vorzugsweise 1:10 bis 1:40. Man arbeilet zweckmassig bei einer Temperalur von 30 bis 130*C. 
vorzugsweise 50 bis 98** C. 

Beim Farben nach Kontinueverfahren betragt der Floltenauftrag zweckmassig 40-700. vorzugsweise 40-500 Gew- 
35 %, wobei sich ein Dampfprozess, z.B. bei lOO^C wahrend 5 Minuten anschliesst. 

Nach Beendigung des Farbeprozesses werden die hergestellten Farbungen auf ubiiche Weise gewaschen und 
getrocknet. 

Man erhalt nach der vorliegenden Erfindung Farbungen mit guter thermischer und/oder pholochemischer Stabititat. 

Als die erfindungsgemass zu stabilisierenden Farbungen kommen solche in Betrachl. die durch Saurefarbstoffe 
'^o und kationische Farbstoffe, besonders Azo- und Anthrachinonfarbstoffe erzeugt werden. 

Unter Polyamidfasermateria! wird in dem erfindungsgemassen Verfahren ein Gemisch synlhetischer Polyamidfa- 
sermaterialien, insbesondere Polyamid-6 bzw. Polyamid 66 in Mischung mit sauer modifizierlem Polyamidfasermate- 
rial. d.h. basisch anfarbbares Polyamid verslanden. Grundsatzlich kann das Polyamidmalerial in den verschiedensten 
Verarbeitungsformen vorliegen. wie z.B. als Faser, Garn. Gewebe. Gewirke, Vlies oder Flormalerial. Bevorzugt sind 
Polyamidteppiche. Das Polyamidfasermaterial aus regularem und sauer modifiziertem Polyamid kann in jedem ge- 
wunschten Mischungsverhallnis vorliegen. Bevorzugt sind Mischungen dieser Polyamidfasermaterialien im Verhallnis 
10:1 bis 1:10, insbesondere 25:75 bis 75:25 und vorteilhaft 40:60 bis 60:40. 

Die folgenden Beispiele veranschaulichen die Erfindung. Teile bedeuten Gewichtsteile und Prozente Gewichts- 
prozente. Temperaturen sind in Celsiusgraden angegeben. Die angegebenen Gewichtsprozente beziehen sich auf 
so das eingesetzle Fasergewicht. 

Beispiel 1: 

Es werden 2 Muster zu je 20g eines vorgewaschenen Polyamidteppichs vorbereitet: der Pol hat ein Gewicht von 
55 500 g/qm und besleht zu 50 Gew.-% aus regular farbbarem Polyamidfasermaterial und zu 50 Gew.-% aus basisch 
farbbarem Polyamidfasermaterial von 1300 dtex. Diese Muster werden in Bomben [z.B. in einem Labomat®der Firma 
Malhis, Niederhasli. SchweizJ gefarbl, wobei das Flottenverhaltnis 1:25 betragt. Fur beide Farbungen wird zunachst 
eine Flotte folgender Zusammensetzung zubereitet: 
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Ig/I des Farbereihilfsmitlels der Formel 



10 



IS 



20 



^18^37-^ — CHg- CH2- N - CH2- CHg- N - (CH2CH2O) H 

I PH CHpCH-OH 

(CH2CH2O) H Y 2 

CH-OH 





(x + y = ca. 100) 

und 1 Gew.-% Essigsaure (80%-ig). In den Flotten werden folgende Farbsloffe gelost: 
0.05 Gew.-% einer l:1-Mischung aus den Farbstoffen der Formeln 




N-CH3 



(101) 



25 



00 



35 



40 



45 



SO 




NH 



0.15 Gew.-% des Farbstoffes der Formel 



(102) 




N-S 

0.04Gew.-% des Farbstoffes der Fornnel 



cr 





S03Na 



(104) 



0,05 Gew.-% des Farbstoffes der Formel 
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(105) 



und 0.15 Gew.-% der 3:1-Farbstoffmischung aus den Farbsloffen der Formein 




(106) 



SO^NHCH^CHjOH 

25 



30 




(107). 



Die Farbeflotte wird halbiert. Die Flotte 1 bleibt unverandert. Flotte 2 wird dagegen mil 0,5 g/l Mangan(ll)acetat 
versetzt. 

Die Teppich muster warden in die auf 40**C erwarmten Flotten gegeben und mit dem Farben begonnen. Zunachst 
-fo wird mit 2''C/Minute auf 95**C aufgeheizt. dann 60 Minulen bel dieser Temperatur gefarbt, schllesslich abgekuhit, kail 
gespult, zentrifugiert und bei 100**G getrocknet. 

Man erhall einen Teppich mit einer Orange/Blau-Muslerung. Die Trennung der beiden Farben ist auf beiden Mu- 
slern ausgezeichnet. 

Die Ermittlung der Lichtechtheit der beiden Muster erfolgt nach ISO-Norm 105-B02 und AATCG 16E. Es werden 
folgende Ergebnisse erhalten: 



so 



Teppich gefarbt mit 


Lichtechtheit IS0 1 05-B02 nach 300 Stunden 


Lichtechtheit AATCC 16E nach 150 Stunden 


Farbeflotte 1 
Farbeflotte 2 


5 

6-7 


3 

3-4 



Die Lichtechtheitsnoten gemass ISO 105-B02 werden mit dem Blaumassstab und die Lichtechtheitsnoten gemass 
AATCC 16E werden mit dem Graumassstab ermittelt. 

Aus den belichteten Mustern ist zu ersehen. dass die Verbesserung der Lichtechtheit besonders den basisch 
55 anfarbbaren Tell betriffl. da dieser vom Farbton her (orange) das Dessin dominiert. 

Durch den Zusatz von Mn(ll)-lonen wird eine Verbesserung der Lichtechtheit erzieU. 
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Betspiel 2. 



Man bereitet 20 g eines vorgewaschenen Polyamidteppichs. dessen Flor aus mit basischen und sauren Farbstoffen 
anfarbbaren Fasern im Verhaltnis 1 : 1 besleht. Man farbt wie in Beispiel 1 angegeben, verwendet jedoch die folgende 
Farbstoff-Kombination: 

0.002 Ggw.-% der 1 : 1 -Farbstoffmlschung der Farbstoffe der Formoln (101) und (102). 
0.01 Gew.-% des Farbstoffes der Formel (103). 
0.04 Gew.-% des Farbstoffes der Formel 



0.22 Gew.-% des Farbstoffes der Formel (104). 
0.18 Gew.-% des Farbstoffes der Formel (105). und 

0.26 Gew.-% der 3:1 -Farbstoffmischung der Farbstoffe der Formein (106) und (107). 

Das Farbebad 3 verbleibt analog Farbebad 1 ohne Zusatz von Mn(ll)-lonen. wahrend dem Farbebad 4 3 Gew.-7o 
der folgenden Verbindung zugesetzt werden: Mn{ll)-Komplex des Tetranatriumsalzes der Athylendiamintetraessigsau- 
re. 

Die Fertigsiellung und Trocknung der Farbung erfolgt wie In Beispiel 1 angegeben. 

Die Ermittlung der Lichlechtheit der beiden Muster erfolgt nach ISO-Norm 105-B02 und AATCC 16E. Es werden 
folgende Ergebnisse erhalten: 



Farbung mit 


Lichlechtheit ISO 105-802 nach 300 Stunden 


Lichlechtheit AATCC 16E nach 150 Stunden 


FarbefloUe 3 
Farbeflotte 4 


4-5 
6 


3 
4 



Die Lichtechtheitsnoten gemass ISO 105-802 werden mil dem Blaumassstab und die Lichtechtheitsnoten gemass 
AATCC 16E werden mit dem Graumassslab ermittelt. 

Aus den belichleten Muslern ist zu ersehen, dass sich die Verbesserung ausschliesslich auf den basisch anfarb- 
baren Anteil bezieht. 

Wenn man wie in den Beispielen 1 und 2 angegeben verfahrt und anstelle der dort angegebenen Farbstoffe solche 
der folgenden Formein venwendel. erhalt man ebenfalls Farbungen mit verbesserter Lichlechtheit: 



O 



HN CH{CH^2 




(108), 




CH3 




CH3 



Cl 



- I 



CH3 
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Patentan Sprue he 

1. Verfahren zum Farben von Polyamldfasermischungen. welche regular aniarbbare Polyamidfasermaterialien und 
sauer modifizierte Polyamidfasermaterialien enthallen. mit Farbstoflmischungen aus Saurefarbsloffen und katio- 

•'^ nischen Farbstoffen, dadurch gekennzeichnet. dass vor. wahrend Oder nach dem Farben dem Bad mindeslens 

eine Mangan (ll)-Verbindung zugesetzt wird. 

2. Verfahren gemass Anspruch 1. dadurch gekennzeichnet, dass man als Mangan(ll)-Verbindungen anorganische 
Oder organischen Salzeoder Mn(ll)-Komplexverbindungen einsetzt. 

50 

3. Verfahren gemass Anspruch 2, dadurch gekennzeichnet, dass man l\/langan-Chloride, -Acetate.- Phosphate, -Ni- 
trate Oder -Sulfate verwendet. 

4. Verfahren gemass Anspruch 2. dadurch gekennzeichnet. dass man Mangan-Formiate, -Oxalate Oder -Lactate 
55 verwendet. 

5. Verfahren gennass Anspruch 2. dadurch gekennzeichnet. dass man als Mangan(ll)-Komplexverbindungen Mn(ll)- 
Komplexe der Zitronensaure. Athylendiamintetraessigsaure Oder Phosphono-alkan-polycarbonsauren verwendet. 
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6. Verfahren gemass einem der Anspruche 1 bis 5, dadurch gekennzeichnel, dass man Mischungen der Mn(ll)- 
Verbindungen einsetzt. 

7. Verfahren gennass einem der Anspruche 1 bis 6. dadurch gekennzeichnet. dass man die Mangan(ll)-Verbindungen 
in einer Menge von 0,01 bis 5 g/l. insbesondere 0.1 bis 1 g/l und vorzugsweise 0.1 bis 0,7 g/l verwendet. 

8. Verfahren gemass einem der Anspruche 1 bis 7. dadurch gekennzeichnet. dass man dem eine Mn(M)-Verbindung 
enthaltenden Farbebad einen Komplexbiidner zusetzt. 

9. Verfahren gemass einem der Anspruche 1 bis 8. dadurch gekennzeichnet. dass man in Gegenwart eines Egali- 
sierhitfsmittels farbt. 

10. Verfahren gemass einem der Anspruche 1 bis 8. dadurch gekennzeichnet. dass man mindestens eine Mangan 
(ll)-Verbindung wahrend des Farbens dem Bad zusetzt. 

11. Das nach dem Verfahren gemass Anspruch 1 erhaftene Polyamidfasermaterial. 

12. Verfahren nach einem der Anspruche 1 bis 9. dadurch gekennzeichnet. dass man die Mangan(M)-Verbindungen 
nach einem Auszieh- Oder Kontinueverlahren auf die Fasern aufbringt. 
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von Polyamidfasermischungen. welche regular anfarb- 
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schungen aus Saurefarbstoffen und katlonischen Farb- 
stoffen. welches dadurch gekennzeichnet isl, dass vor, 
wahrend Oder nach dem Farben dem Bad mindestens 
eine Mangan (ll)-Verbjndung zugesetzt wird. Die so er- 
haltenen Farbungen zeigen eine gute Lichtechtheit. 
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